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(54) Inteicalates and exfoliates formed with monomers, oligomers and/or copolymers and 
composite materials containing same 

(57) Nanocomposites are manufactured by combin- 
ing a host material, such as an organic solvent or a 
matrix polymer and exfoliated intercalates formed by 
contacting a phyllosillcate with an intercalant selected 
from the group consisting of (1) an N-alkenyl amide 
monomer and an allyiic monomer; (2) an oligomer 
formed by copolymerizing an N-alkenyl amide monomer 
and an allylic monomer; (3) a polymer fonned by copol- 
ymerizing an N-alkenyl amide monomer and an allylic 
monomer; and (4) mixtures thereof to adsorb or the 
intercalant between adjacent phyllosillcate platelets. 
Sufficient polymer is adsorbed between adjacent phylto- 
silicate platelets to expand the adjacent platelets to 
increase the spacing at least about 10 A, preferably at 
least about 20 A (as measured after water removal), up 
to about 1 00 A and preferably in the range of about 30- 
40 A. so that the intercalate easily can be exfoliated, 
e.g., when mixed with an organic solvent or a polymer 
melt, to provide a carrier material for drugs and the like, 
or to provide a matrix polymer/platelet composite (nano- 
composite) material • the platelets being exfoliated from 
the intercalate. 
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[0001] The present invention is directed to interca- 5 
lated layered materials, and exfoliates thereof, manufac- 
tured by sorption (adsorption and/or absorption) of one 
or more oligomers or polymers between planar layers of 
a swellable layered material, such as a phyilosilicate or 
other layered material, to expand the interlayer spacing 
of adjacent layers at least about 10 Angstron^. More 
particularly, the present invention is directed to interca- 
lates having at least two layers of monomer, oligomer 
and/or polymer molecules sorbed on the Internal sur- 
faces of adjacent layers of the planar platelets of a lay- /s 
ered material, such as a phyilosilicate, preferably a 
smectite clay, to expand the interlayer spacing at least 
about 10 Angstroms, more preferably at least about 20 
Angstroms, and most preferably to at least about 30-45 
Angstroms, up to about 1 00 A. or disappearance of peri- 20 
odicity. The resulting intercalates are neither entirely 
organophilic nor entirely hydrophilic, but a combination 
of the two, and easily can be exfoliated for or during 
admixture with a thermoplastic or thermosetting matrix 
polymer melt, preferably a thermoplastic matrix poly- 25 
mer. to improve one or more properties of the matrix 
polymer. The resulting matrix polymer/platelet compos- 
ite materials are useful wherever polymer/Rller compos- 
ite materials are used, for example, as external body 
parts for the automotive industry; heat-resistant poly- 30 
meric automotive parts in contact with an engine block; 
tire cord for radial tires; food wrap having improved gas 
impermeability; electrical components; food grade drink 
containers: and any other use where it is desired to alter 
one or more physical properties of a matrix polymer, 35 
such as elasticity and temperature characteristics. e.g.. 
glass transition temperature and high temperature 
resistance. 



BACKGROUND OF THE INV ENTION AND PRIOR 
ART 



[0002] It is well known that phyllosilicates, such as 
smectite days, e.g., sodium montmorillonrte and cal 
cium montmorillonite. can be treated with organic mole 
cules. such as organic ammonium ions, to intercalate 
the organic molecules between adjacent, planar silicate 
layers, thereby substantially increasing the interlayecj 
(interlaminar) spacing between the adjacent silicate lay- 
ers. The thus-treated, intercalated phyllosilicates then 
can be exfoliated, e.g.. the silicate layers are separated, 
e.g., mechanically, by high shear mixing. The individual 
silicate layers, when admixed with a matrix polymer, 
before, after or during the polymerization of the matrix 
polymer. e.g.. a polyamide - see 4.739.007; 4.810.734; 
and 5.385.776 - have been found to substantially 
improve one or more properties of the polymer, such as 
mechanical strength and/or high temperature character- 



[0003] Exemplary of such prior art composites, also 
called "nanocomposites", are disclosed in published 
PCT disclosure of Allied Signal. Inc. WO 93/04118 and 
U.S. Patent No. 5,385.776. disclosing the admixture of 
individual platelet particles derived from intercalated 
layered silicate materials, with a polymer to fomi a poly- 
mer matrix having one or more properties of the matrix 
polymer improved by the addition of the exfoliated inter- 
calate. As disclosed in WO»93/04118, the intercalate is 
formed (the interlayer spacing between adjacent silicate 
platelets is inaeased) by adsorption of a silane coupling 
agent or an onium cation, such as a quaternary ammo- 
nium compound, having a reactive group which is com- 
patible with the matrix polymer. Such quaternary 
ammonium cations are well known to convert a highly 
hydrophilic clay, such as sodium or calcium montmo- 
rillonite. into an organophilic clay capable of soibing 
organic molecules. A publication that discloses direct 
intercalation (without solvent) of polystyrene and 
poly(ethylene oxide) in organically modified silicates is 
Synthesis and Properties of Two- Dimensional Nanos- 
tnjctures by Direct Intercalation of Polymer Melts in Lay- 
ered Silicates. Richard A. Vaia, et ai, Chem. Mater.. 
5:1694-1696(1993). Also as disclosed in Adv. 
Materials. 7. Na 2: (1985). pages 154-156. New Poly- 
mer Electrolyte Nanocomposites: Melt Intercalation of 
Poly(Ethytene Oxide) in Mica-Type Silicates. Richard A. 
Vaia. et a/., poly(ethylene oxide) can be intercalated 
directly into Na-montn^rillonite and Li-montmorillonite 
by heating to 80**C for 2-6 hours to achieve a d-spacing 
of 17.7 A. The intercalation is accompanied by displac- 
ing water molecules, disposed between the clay plate- 
lets with polymer molecules. Apparently, however, the 
intercalated material could not be exfoliated and was 
tested in pellet form, tt was quite surprising to one of the 
authors of these articles that exfoliated material could 
be manufactured in accordance with the present inven- 
tion. 

[0004] Previous attempts have been made to interca- 
late polyvinylpyrrolidone (PVP), polyvinyl alcohol (PVA) 
and poly(ethylene oxide) (PEO) between montmorillon- 
ite day platelets with little success. As described in 
Levy, etal.. Interlayer Adsorption of Polyvinylpyrrolidone 
on Montmorillonite, Journal of Colloid and Interface Sci- 
ence. Vol. 50, No. 3. March 1975, pages 442-450, 
attempts were made to soib PVP (40,000 average 
M.W.) between monoionic montmorillonite day platelets 
(Na, K. Ca and Mg) by successive washes with absolute 
50 ethanol, and then attempting to sorb the PVP by contact 
with 1% PVP/ethanoI/water solutions, with varying 
amounts of water, via replacing the ethanol solvent mol- 
ecules that were soitied in washing (to expand the 
platelets to about 17.7 A). Only the sodium montmorillo- 
55 nite had expanded beyond a 20 A basal spadng (e.g.. 
26 A and 32 A), at 5*% H2O. after contact with the 
PVP/ethanol/H20 solution. It was concluded that the 
ethanol was needed to initially increase the iDasal spac- 
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ing for later sorption of PVP, and that water did not 
directly affect the sorption of PVP between the clay 
platelets (Table II, page 445). except for sodium 
montmorillonite. The sorption was time consuming and 
difficult and met with little success. 
[0005] Further, as described in Greenland, Adsorption 
of Polyvinyl Alcohols by Montmorillonite, Joumal of Col- 
loid Sciences, Vol. 18, pages 647-664 (1963), polyvinyl 
alcohols containing 12% residual acetyl groups could 
increase the basal spacing by only about 10 A due to 
the sorbed polyvinyl alcohol (PVOH). As the concentra- 
tion of polymer in the intercalant polymer-containing 
solution was increased from 0.25% to 4%. the amount 
of polymer sorbed was substantially reduced, Indicating 
that sorption might only be effective at polymer concen- 
trations in the intercalant polymer-containing composi- 
tion on the order of 1% by weight polymer, or less. Such 
a dilute process for intercalation of polymer into layered 
materials would be exceptionally costly in drying the 
intercalated layered materials for separation of interca- 
late from the polymer carrier, e.g., water, and, therefore, 
apparently no further work was accomplished toward 
commercialization. 

[0006] In accordance with one important feature of the_ 
present invention, best results are achieved using a 
monomer, an oligomer (herein defined as a pre-polymer 
having 2 to about 15 recurring monomeric units, which 
can be the same or different) or polymer (herein defined 
as having more than about 15 recun-ing monomeric 
units, which can be the same or different) composition 
for intercalation having at least about 2%. preferably at 
least about 57o by weight intercalant monomer, interca- 
lant oligomer or intercalant polymer concentration, more^ 
preferably about 50% to about 80% by weight monom^FT 
oligomer and/or polymer, based on the weight of mono- 35 
mer. oligomer and/or polymer and carrier (e.g.i water 
and/or an organic solvent for the intercalant monomer, 
intercalant oligomer or intercalant polymer) to achieve 
better sorption of the intercalant monomers, oligomers 
or polymers between phyllosilicate platelets and so that 
less drying is required after irrtercalation. The monomer, 
oligomer or polymer sorbed between silicate platelets 
that causes separation or added spacing between adja- 
cent silicate platelets and, for simplicity of description, 
the monomers, oligomers and polymers are hereinafter 
called the "intercalant". or "intercalant monomer", or 
"intercalant polymer". In this manner, water-soluble or 
water-insoluble oligomers or polymers will be sorbed 
sufficiently to increase the interlayer spacing of the phyl- 
losilicate in the range of about 10 A to about 100 A, for 
easier and more complete exfoliation, in a commercially 
viable process, regardless of the particular phyllosilicate 
or intercalant polymer. 

[0007] In accordance with an important feature of the 
present invention, best results are achieved using a 
water-soluble or water-insoluble monomer, or oligomer 
(herein defined as a pre-polymer having 2 to about 15 
recun-ing monomeric units, which can be the same or 
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different) or polymer (herein defined as having more 
than about 15 recunring monomeric units, which can be 
the same or different) composition for intercalation hav- 
ing at least about 2%. preferably at least about 5% by 
weight, more preferably at least about 10% by weight 
intercalant monomer, intercalant oligomer or intercalant 
polymer concentration, most preferably about 30% to 
about 80% by weight monomer and/or oligomer and/or 
polymer, based on the weight of intercalant monomer, 
oligomer and/or polymer and can-ier (e.g., water with or 
without an organic solvent for the intercalant monomer, 
oligomer or intercalant polymer) to achieve better sorp- 
tion of the intercalant polymers between phyllosilicate 
platelets. Regardless of the concentration of intercalant 
monomer and/or polymer in liquid solvent of the interca- 
lating conrposition. the intercalating composition should 
have an intercalant:layered material ratio of at least 
150, preferably at least 1:10, more preferably at least 
1 :5. and most preferably about 1 :4 to achieve efficient 
intercalation of the monomer or polymer between adja- 
cent platelets of the layered material. The intercalant 
monomer, oligomer or polymer sorbed between and 
permanently bonded to the silicate platelets causes 
separation or added spacing between adjacent silicate 
platelets and, for simplicity of description, the intercalant 
monomers, oligomers and polymers are hereinafter 
called the Intercalant" or "intercalant monomer", or 
"intercalant polymer". In this manner, the oligomers or 
polymers will be sorbed suff identty to increase the inter- 
layer spacing of the phyllosilicate in the range of about 
10 A to about 100 A for easier and more complete exfo- 
liation, in a commercially viable process, regardless of 
the particular phyllosilicate or intercalant polymer. 
[0008] A phyllosilicate, such as a smectite clay, can be 
intercalated sufficiently for subsequent exfoliation by 
sorption of monomers, oligomers or polymers that have 
carbonyl, hydroxyl, cartwxyl. amine, amide, ether, ester, 
sulfate, sulfonate, sutfinate. sulfamate, phosphate, 
phosphonate, phosphinate functionalities, or aromatic 
rings to provide metal cation chelate-type bonding 
between two functional groups of one or two intercalant 
polymer molecules and the metal cations bonded to the 
inner surfaces of the phyllosilicate platelets. Sorption 
and metal cation electrostatic attraction or t>onding of a 
platelet metal cation between two oxygen or nitrogen 
atoms of the intercalant molecules; or the electrostatic 
bonding between the interlayer cations in hexagonal or 
pseudohexagonal rings of the smectite layers and an 
intercalant monomer, oligomer or polymer aromatic ring 
structure increases the interlayer spacing between 
adjacent silicate platelets or other layered material at 
least about 10 A. preferably at least about 20 A, and 
most preferably in the range of about 30 A to about 45 
A. Such intercalated phyllositicates easily can be exfoli- 
ated into individual phyllosilicate platelets. 
[0009] Depending upon the conditions that the com- 
position is subjected to during intercalation and exfolia- 
tion, particularly temperature; pH; and amourtt of water 
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contained in the intercalating comp sition. the interca- 
late and/or exfoliate/carrier composition can be formed 
to any desired viscosity, e-g.. at least about 100 
centipoises. preferably at least about 500-1000 
centipoises. whether or not gelled, and particularly to ; 
extremely high viscosities of about 5.000 to about 
5,000,000 centipoises. The compositions are thixotropic 
so that shearing will lower viscosity for easier delivery, 
and then by reducing shear or eliminating shear, the 
compositions will increase in viscoaty. The intercalant 
monomer, oligomer or polymer intercalates between the 
spaces of adjacent platelets of the layered material for 
easy exfoliation, and complexes with the metal cations 
on the platelet surfaces where the intercalant remains 
after the intercalate, or exfoliate thereof, is combined 
with the carrier/solvent or added to a polymer melt. It is 
theorized that the intercalant coating on the surfaces of 
the clay platelets is ionically conrrplexed with interlayer 
cations and participates (aids) in the viscosif ication and 
thixotropy of the carrier/solvent composition and adds 
significant strength, vapor impermeability and tempera- 
ture characteristics to a matrix polymer. However, other 
forms of bonding such as hydrogen bonding or Van Der 
Waals forces or molecular complexing also may be 
responsible for the adherence of the intercalant to the 
surfaces of the layered material, either entirely, or in 
part. 

DERNITIONS 

[001 0] Whenever used in this Specification, the terms 
set forth shall have the following meanings: 
[0011] "Layered Material" shall mean an inorganic 
material, such as a smectite clay mineral, tiiat is in the 
form of a plurality of adjacent, bound layers and has a 
thickness, for each layer, of about 3 A to about 50 A, 
preferably about 10 A. 

[0012] "Platelets" shall mean individual layers of the 
Layered Material. 

[001 3] "Intercalate" or "Intercalated" shall mean a Uy- 
ered Material that includes oligomer and/or polymer 
molecules disposed between adjacent platelets of the 
Layered Material to increase the interlayer spacing 
between the adjacent platelets to at least about 10 A. 
preferably at least about 20 A. 
[001 4] "Intercalation" shall mean a process for forming 
an Intercalate. 

[001 5] "Intercalant Monomer" shall mean a mixture of 
an N-alkenyl amide, such as N-vinyl lactam, and an 
allylic monomer capable of copolymerizing before or 
after Intercalation between adjacent platelets of a Lay- 
ered Material. 

[001 6] "Intercalant Polymer" or "Intercalant Oligomer" 
or "Intercalant" shall mean an oligomer or polymer 
polymerized from the Intercalant Monomer mixture that 
is sorbed between Platelets of the Layered Material and 
complexes witti the platelet surfaces to form an Interca- 
late. 



[0017] "Intercalating Camer* shall mean a carrier 
comprising water with or without an organic solvent 
used togettier with an Intercalant Monomer. Intercalant 
Oligomer or an Intercalant Polymer to form an Interca- 
j lating Composition capable of achieving Intercalation of 
the Layered Material. 

[001 8] "Intercalating Composition" shall mean a com- 
position comprising an Intercsdant Monomer, and/or an 
Intercalant Oligomer and/qr an Intercalant Polymer, an 

10 Intercalating Carrier for the Intercalant Monomer or 
Intercalant Polymer, and a Layered Material. 
[001 9] "Exfoliate" or "Exfoliated" shall mean individual 
platelets of an Intercalated Layered Material so that 
adjacent platelets of the Intercalated Layered Material 

15 can be dispersed individually throughout a matrix poly- 
mer, or tiiroughout a carrier material, such as water, an 
alcohol or glycol, or any other organic solvent. 
[0020] "Exfoliation" shall mean a process for forming 
an Exfoliate from an Intercalate. 

20 [0021] "Nanocomposite" shall mean an oligomer, pol- 
ymer or copolymer having dispersed therein a plurality 
of individual platelets obtained from an Exfoliated, Inter- 
calated Layered Material. 

[0022] "Matrix Polymer" shall mean a thermoplastic or 
25 thermosetting polymer in which the Intercalate and/or 
Exfoliate is dispersed to form a Nanoconnposite. 

QHM^ARY OF THE INVENTION 

30 [0023] In brief, tiie present invention is directed to 
intercalates formed by contacting a layered phyllosiK- 
cate witii an intercalant monomer, an intercalant oli- 
gomer and/or an intercalant polymer to sorb or 
intercalate in tiie intercalant monomer and/or polymer 

35 or mixtures of intercalant monomers and intercalant pol- 
ymers between adjacent phyllosilicate platelets. Suffi- 
cient intercalant monomer, oligomer and/or polymer is 
sorbed between adjacent phyllosilicate platelets to 
expand the spacing between adjacent platelets (inter- 

40 layer spacing) a distance of at least about 1 0 A, prefer- 
ably to at least about 20 A (as measured after water 
removal) and more preferably in the range of about 30- 
45 A, so ttiat the intercalate easily can be exfoliated, 
sometimes naturally, without shearing being necessary. 

45 At times, ttie intercalate requires shearing that easily 
can be accomplished, e.g., when mixing tiie intercalate 
with a polymer melt, to provide a matrix polymeryjplatelet 
composite material or nanocomposite - the platelets 
being obtained by exfoliation of the intercalated phyllo- 

50 silicate. 

[0024] The intercalant monomer, oligomer and/or pol- 
ymer has an affinity for ttie phyllosilicate so that it is 
sorbed between, and is maintained associated with the 
silicate platelets in the interlayer spaces, and after exfo- 
55 liation. It is hereby theorized that monomer and polymer 
binding to the platelet surfaces is by metal cation elec- 
trostatic bonding or complexing, e.g.. chelation, of the 
metal cations of the phyllosilicate sharing electrons witii 
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two carbonyl, two carboxyl, two hydroxyi. and/or two 
amide functionalities of one tntercalant polymer mole- 
cule, or of two adjacent intercalant polymer molecules 
to an inner surface of the phyllosilicate platelets. Such 
intercalants have sufficient affinity for the phyllosilicate 
platelets to provide sufficient interlayer spacing for exfo- 
liation. e.g., alxjut 10 A-lOO A. preferatjiy about 10 A-50 
A. and to maintain attachment to the surfaces of the 
platelets, without the need for coupling agents or spac- 
ing agents, such as the onium ion or silane coupling 
agents disclosed in the above-mentioned prior art. 
[0025] Sorption of the intercalant should be sufficient 
to achieve expansion of adjacent platelets of the layered 
material (when measured dry - having a maximum of 
about 5% by weight water) to an interlayer spacing of at 
least about 10 A, preferably a spacing of at least about 
20 A, more preferably a spacing of about 30-45 A. To 
achieve intercalates that can be exfoliated easily using 
the prefen-ed intercalants disclosed herein, the weight 
ratio of intercalant monomer, oligomer and/or polymer 
to layered material, preferably a water-swellable smec- 
tite clay such as sodium berrtonite, in the intercalating 
composition contacting the phyllosilicate should be at 
least about 1 50. preferably at least about 1 :12 to 1:10. 
more preferably at least about 1 :5, and most preferably 
about 1 :5 to about 1 :3. It is prefen-ed that the concentra- 
tion of intercalant monomer and/or intercalant oligomer 
and/or intercalant polymer in the intercalating composi- 
tion, based on the total weight of intercalant monomer 
and/or intercalant oligomer and/or intercalant polymer 
plus intercalant carrier (water plus any organic liquid 
solvent) in the intercalating composition is at least about 
15% by weight, more preferably at least about 20% by 
weight intercalant. for example about 20%-30% to about 
90% by weight intercalant monomer, intercalant oli- 
gomer or intercalant polymer, based on the weight of 
intercalant plus intercalant carrier (water plus any 
organic solvent) in the intercalating composition during 
intercalation. 

[00261 It has been found that the intercalates of the 
present invention are increased in interlayer spacing 
step-wise. If the phyllosilicate is contacted with an inter- 
calant monomer-containing composition, or intercalant 
oligomer-containing composition, or intercalant poly- 
mer-containing composition containing less than about 
16% by weight intercalant, e.g., 10% to about 15% by 
weight intercalant. based on the dry weight of the phyl- 
losilicate. a monolayer width of tntercalant Is sorbed 
(intercalated) between the adjacent platelets of the lay- 
ered material. A monolayer of intercalant intercalated 
between platelets increases the interlayer spacing to 
about 1 0 A to less than 20 A. When the amount of inter- 
calant is in the range of about 16% to less than about 
35% by weight, based on the weight of the dry layered 
material, the intercalant is sorbed in a bilayer, ther by 
increasing the interlayer spacing to about 10 A to about 
1 6 A. At an intercalant loading in the intercalant-contain- 
ing composition of about 35% to less than about 55% 



intercalant, based on the dry weight of th layered 
material contacted, the interlayer spacing is increased 
to about 20 A t about 25 A. corresponding to three lay- 
ers of intercalant sorbed between adjacent platelets of 

5 the layered material. At an intercalant loading of about 
55% to about 80% intercalant based on the dry weight 
of the layered material dissolved or dispersed in the 
intercalating composition, the interlayer spacing will be 
increased to atx)ut 30 % to about 35 A. corresponding 

70 to 4 and 5 layers of intercalant sorbed (intercalated) 
t>etween adjacent platelets of the layered material. 
[0027] Such interlayer spadngs have never been 
achieved by direct intercalation of a monomer, an oli- 
gomer or polymer molecule, without prior interiayer 

15 sorption of a swelling agent, such as an onium or silane 
coupling agent, and provides easier and more conplete 
exfoliation for or during incorporation of the platelets into 
a thermoplastic or thermosetting matrix polymer. Such 
intercalates are especially useful in admixture with 

20 matrix thermoplastic or thermosetting polymers in the 
manufacture of polymeric articles from the poly- 
mer/platelet composite materials: and for admixture of 
the intercalates and exfoliated intercalates with polar 
solvents in mocWying rheology, e.g., of cosmetics, oil- 

25 well drilling fluids, paints, lubricants, especially food 
grade lubricants in the manufacture of oil and grease, 
and the like. 

[0028] Once exfoliated, the platelets of the intercalate 
are predominantly completely separated into individual 

30 platelets having intercalant molecules conrtplexed with 
the platelet surfaces, and the originally adjacent plate- 
lets no longer are retained in a parallel, spaced disposi- 
tion, but are free to movie as predominantly individual, 
intercalant coated (continuously or discontinuously) 

35 platelets throughout a carrier or throughout a matrix pol- 
ymer melt to act similar to a nanoscale filler material for 
the matrix polymer. The predominantly individual phyllo- 
silicate platelets, having their platelet surfaces com- 
pleted with intercalant, e.g., polymer molecules, are 

40 randomly, homogeneously and uniformly dispersed 
throughout a carrier, such as water or an organic liquid, 
or throughout a polymer melt. Once a matrix poly- 
mer/platelet composite material is set and hardened 
into a desired shape, the predominantly individual phyl- 

45 losilicate platelets are permanently fixed in position and 
are randomly, homogeneously and uniformly dispersed, 
predominantly as individual platelets, throughout the 
matrix polymer/platelet composite material. 
[0029] As recognized, the thickness of the exfoliated, 

so individual platelets (about 10 A) is relatively small com- 
pared to the size of the flat platelet faces. The platelets 
have an aspect ratio in the range of about 200 to about 
2.000. Dispersing such finely divided platelet particles 
into a polymer melt provides a very large area of confact 

55 between polymer and platelet particles, for a given vol- 
ume of particles in the composite, ard a high degree of 
platelet homogeneity in the composite material. Platelet 
particles of high strength and modulus, dispersed at 
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sub-micron size (nanoscale). impart greater mechanical 
reinforcement and a higher glass transition temperature 
(Tg) to the polymer matrix than do comparable loadings 
of conventional reinforcing fillers of micron size, and can 
impart lower permeability to matrix polymers than do 
conriparable loadings of conventional fillers. 
[0030] While the nanocomposites disclosed in WO 
93/041 18 require a swelling/compatibilizing agent, such 
as a silane coupling agent, or a quaternary ammonium 
molecule, that has distinct bonding interactions with 
both the polymer and the platelet particle to achieve 
improved properties in the polymer, the intercalants 
used to form the intercalates and exfoliates In accord- 
ance with the present invention need not have any (but 
can include) reactivity with the matrix polymer in which 
the inventive intercalates and exfoliates are dispersed, 
while improving one or more properties of the matrix 
polymer 

DETAILED DESCRIPTION OF THE PREFERRED 
EMBODIMENTS 

[0031] To form the intercalated materials of the 
present invention, the phyllosilicate should be swelled or 
intercalated by sorption of a mixture of an N-alkenyl 
amide intercalant monomer and an allylic intercalant 
monomer for copolymerization in-situ (while interca- 
lated between adjacent silicate platelets after intercala- 
tion); or intercalated by co-sorption of a co-oligomer or 
copolymer formed by polymerization of a mixture of an 
N-alkenyl amide intercalant monomer and an allylic 
intercalant monomer. In accordance with a prefen-ed 
^.embodiment of the present invention, the phyllosilicate 
should include at least 4% by weight water, up to about 
5000% water, based on the dry weight of the phyllosili- 
cate. preferably about 7% to about 100% vrater, more 
preferably about 25% to about 50% by weight water, 
prior to or during contact with the intercalant to achieve 
sufficient intercalation for exfoliation. Preferably, the 
phyllosilicate should include at least atx)ut 4% by weight 
water before contact with the intercalating carrier for 
efficient Intercalation, The amount of intercalant in con- 
tact with the phyllosilicate from the intercalating compo- 
sition, for efficient exfoliation, should provide an 
intercalant/phyllosilicate weight ratio (based on the dry 
weight of the phyllosilicate) of at least about 1 :20. pref- 
erably at least about 3.2:20. and more preferably about 
4-14:20, to provide efficient sorption and complexing 
(intercalation) of the intercalant between the platelets of 
the layered material, e.g., phyllosilicate. (preferably 
about 16% to about 70% by weight intercalant. based 
on the dry weight of the layered silicate material). 
[0032] The intercalants are introduced in the form of a 
solid or liquid composition (neat or aqueous solution or 
dispersion, and/or with an organic solvent. e.g.. hydroal- 
coholic) having an intercalant concentration of at least 
about 2%, prefer^ly at least about 5% by weight inter- 
calant, more preferably at least about 50% to atx)ut 



100% by weight intercalant in the intercalant/carrier 
composition contacting the layered material for interca- 
lant sorption. The intercalant can be water-soluble, 
water-insolubje or partially water-soluble and can be 
5 added as a liquid or solid with the addition to the layered 
material/intercalant blend of at least about 20% water, 
e,g.. about 20% to about 80% water, preferably at least 
about 30% water to about 5000% water and/or other 
solvem for the Intercalant, based on the dry weight of 
70 layered material plus intercalant. preferably about 30% 
to atout 50% water or other solvent, so that less water 
or solvent is sorbed by the intercalate, thereby necessi- 
tating less drying energy after intercalation. The interca- 
lant may be introduced into the spaces between every 
15 layer, nearly every layer, or at least a predominance of 
the layers of the layered material such that the subse- 
quently exfoliated platelet particles are preferably, pre- 
dominantly less than about 5 layers in thickness: more 
preferably, predominantly about 1 or 2 layers in thick- 
20 ness; and most preferably, predominantly single plate- 
lets. • 

[0033] Any swellable layered material that sufficiently 
sorbs the intercalant to increase the interlayer spacing 
between adjacent phyllosilicate platelets to at least 
25 about 10 A. preferably at least about 20 A (when the 
phyllosilicate is measured dry - having a maximum of 
about 5% by weight water) may be used in the practice 
of this invention. Useful swellable layered materials 
include phyllosilicates, such as smectite day minerals, 
30 e.g.. montmorillonite. particularly sodium montmorillon- 
ite; magnesium montmorillonite and/or calcium 
montmorillonite; nontronite; beidelltte; volkonskoite; 
hectorite; saponite; sauconite; sobockite; stevensite; 
svinfordite; vermicurite; and the like. Other useful lay- 
35 ered materials include n^caceous minerals, such as 
illite and noixed layered illite/snectite minerals, such as 
ledikite and admixtures of illites with the clay minerals 
named above. 

[0034] Other layered materials having little or no 

40 charge on the layers may be leeful In this invention pro- 
vided they can be intercalated with the intercalant poly- 
mers to expand their interlayer spacing at least about 10 
A, preferably at least about 20 A. Prefen-ed swellable 
layered materials are phyllosilicates of the 2:1 type hav- 

45 ing a negative charge on the layers ranging from about 
0.15 to about 0.9 charges per formula unit and a com- 
mensurate number of exchangeable metal cations in 
the interlayer spaces. Most preferred layered materials 
are smectite clay minerals such as montmorillonite, 

50 nontronite, beidellite. volkonskoite, hectorite, saponite, 
sauconite, sobockite, stevensite. and svinfordite. 
[0035] As used herein the "interlayer spacing" refers 
to the distance between the internal faces of the adja- 
cent dry silicate layers as they are assembled in the lay- 

55 ered material before any delamination (exfoliation) 
takes place. The interlayer spacing is measured when 
the layered material is "air dry", e.g., contains about 3- 
10% by weight water, preferably about 3-6% by weight 
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water, based on the dry weight of the layered material. 
The preferred clay materials generally include interlayer 
cations such as Na"", Ca-^^ k+ Mg+2 ^^^4+ and the like, 
Including mixtures thereof. 

[0036] The amount of intercalant monomer and/or 
intercalant oligomer and/or intercalant polymer interca- 
lated into the interlayer spaces of the swellable layered 
materials useful in this Invention, in order that the inter- 
calated layered material may be exfoliated or detami- 
nated into individual platelets, may vary substantially 
between about 10% and about 100%. generally 
between about 10% and about 80%. based on the dry 
weight of the layered silicate material. In the prefen-ed 
embodiments of the invention, amounts of intercalants 
employed, with respect to the dry weight of layered 
material being intercalated, will preferably range from at 
least about 8 grams of intercalant/100 grams of layered 
material (dry basis), more preferably at least about 10 
grams of intercalant/100 grams of layered material, to 
about 80-90 grams intercalant/100 grams of layered 
material (dry basis). More preferred amounts are from 
about 20 grams intercalant/100 grams of layered mate- 
rial to about 60 grams intercalant/100 grams of layered 
material (dry basis). 

[0037] The intercalants are introduced into (sorbed 
within) the interlayer spaces of the layered material in 
one of two ways. In a preferred method of intercalating, 
the layered material is intimately mixed, e.g.. by extru- 
sion, with a concentrated intercalant or intercalantAwater 
solution, or intercalant/organic solvent, e.g.. ethanol 
solution. To achieve the best intercalation for exfoliation, 
the layered material/intercalant blend contains at least 
about 8% by weight intercalant. preferably at least about 
10% by weight intercalant, based on the dry weight of 
the layered material. The intercalating carrier (prefera- 
bly water, with or without an organic solvent. e.g., etha- 
nol) can be added by first solubilizing or dispersing the 
intercalant in the carrier; or the dry intercalant and rela- 
tively dry phyllosillcate (preferably containing at least 
about 4% by weight water) can be blended and the 
intercalating carrier added to the blend, or to the phyllo- 
sillcate prior to adding the dry intercalant. In every case, 
it has been found that surprising sorption and complex- 
ing of intercalant between platelets is achieved at rela- 
tively low toadings of intercalating carrier, especially 
H20. e.g.. about 4% by weight water, based on the dry 
weight of the phyllosillcate. 

[00381 When intercalating the phyllosilicate in slun-y 
form (e.g., 900 pounds water, 100 pounds phyllosilicate, 
25 pounds intercalant) the amount of water can vary 
from a preferred minimum of at least about 30% by 
weight water, with no upper limit to the amount of water 
in the intercalating composition (the phyllosilicate inter- 
calate is easily separated from the intercalating compo- 
sition). 

[0039] /Vlternatively. the intercalating carrier, e.g., 
water, with or without an organic solvent, can be added 
directly to the phyllosilicate prior to adding the interca- 



lant. either dry or in solution. Sorption of the intercalant 
molecules may be performed by exposing the layered 
material to dry or liquid intercalant compositions con- 
taining at least about 2% by weight, preferably at least 
5 about 5% by weight intercalant, more preferably at least 
about 50% intercalant, based on the dry weight of the 
layered material. Sorption may be aided by exposure of 
the intercalating composition to heat, pressure, ultra- 
sonic cavitation, or microwaves. 

70 [0040] In accordance with another method of interca- 
lating the intercalant molecules between the platelets of 
the layered material and exfoliating the intercalate, the 
layered material, containing at least about 4% by weight 
water, preferably about 10% to about 15% by weight 

15 water, is blended with a solubilized intercalant (in a 
water and/or organic solvent carrier) in a ratio sufficient 
to provide at least about 8% by weight, preferably at 
least about 10% by weight intercalant, based on the dry 
weight of the layered material. The blend then prefera- 

20 Uy is extruded for faster intercalation. Further, the blend 
can be heated to at least the" melt temperature of the 
intercalant. and preferably at least about 40-50**C above 
the intercalant melt temperature for faster intercalation. 
[0041 ] In accordance with one important embodiment 

25 of the present invention, the polymerizable intercalant 
monomers and/or oligomers can be intercalated 
between the platelets of the layered material, or simply 
admixed with the exfoliated layered material, and the 
polymerizable monomer(s) and/or oligomer(s) are 

30 polymerized while intercalated between platelets, or 
while in contact with the intercalate or exfoliated interca- 
late. 

[0042] To achieve the full advantage of the present 
invention the polymerizable monomer(s), and copoly- 

35 mers polymerized therefrom, include recurring units of 
an N-alkenyl amide and one or more allylic monomers 
selected from the group consisting of atlylic alcohols, 
allyl esters, allyl ethers, and alkoxylated allylic alcohols. 
Optionally, one or nrare additional ethylenic monomers 

40 can be included. The monomers oopolymerize (before 
or after intercalation) to provide reans that are easily 
produced without the need for reaction solvents to con- 
trol the rate of polymerization and without the need for 
chain-transfer agents to limit molecular weight. 

45 [0043] The resin intercalants offer valuable advan- 
tages for silicate filled thermoset coatings, sealants, 
elastomers, adhesives. and foams, as well as for com- 
posite materials containing the intercalates and exfoli- 
ates having the resins complexed to the silicate platelet 

50 surfaces. In composites, the resins offer good perform- 
ance in a less-expensive alternative to commercially 
available intercalants made by interclation of more 
expensive water-soluble polymers, such as poly(N- 
vinylpynrolidone). In coatings and other thermoset appii- 

55 cations, the intercalates, exfoliates thereof and compos- 
ite materials manufactured by intercalating layered 
materials with these copolymer resins offer oil resist- 
ance, enhanced hydrophilicity. and a reduced depend- 
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ence on salt content for water solubility. 
[0044] N-alkenyl amides us fui in the invention are 
compounds that have a substituted or unsubstituted 
carbon-carbon double bond attached directly to nitro- 
gen of an amide. Preferred N-alkenyl amides have the ^ 
general structure: Ri-(C=0)-NR2-C(R3)=C(R4)R5 in 
which each of Ri, R2. R3. R4. and R5 s^arately repre- 
sents a member selected from the group consisting of 
hydrogen and CyC^ alky!. R^ and R2 may form a ring to 
give an alkenyl-lactam. Suitable alkenyl amides include, 
for example. N-vinylformamide. N-vinyl-N-methylaceta- 
mide. N-vinyl-N-methylpropanamide. and the like, and 
mixtures thereof. Other suitable N-alkenyl amides are 
described in U.S. Patent Nos. 5.622.533 and 5.625.076, 
the teachings of which are incorporated herein by refer- 
ence. 

[0045] Preferred N-alkenyl amides include N-vinyl- 
lactams. which are cyclic amides that have a vinyl group 
(CH2=CH-) attached to the nitrogen atom of the amide 
moiety. The lactam preferably has from 4 to 10 ring 
atoms. I^ore preferably, the lactam has from 5 to 7 ring 
atoms. Suitable N-vinyl-lactams include, for example. N- 
vinylpropiolactam. N-vinylpyrroidone, N-vinyl-valerol- 
actam, N-vinylcaprolactam. and the like, and mixtures 
thereof. N-vinytpyrrolidone and N-vinylcapro!actam are 
particularly preferred. 

[0046] In addition to or in place of the N-alkenyl amide, 
resins of the invention can incorporate recumng units of 
an acrylate-funclionalized pyrrolidone. Suitable acr- 
ylate-functionalized pyrrolidones include ester reaction 
products of N-2-hydroxyalkylpyrroIidones and acrylic or 
methacrylic acid. Suitable acrylate-functionalized pyrro- 
lidones also inclLKJe ester reaction products of N-poly- 
ether pyrrolidones and acrylic or methacrylic acid. 
Examples of these and other useful aaylate-functional- 
ized pyrrolidones appear in U.S. Patent No. 5.629,359. 
the teachings of which are incorporated by reference. 
[0047] Copolymer resin intercalants incorporate one 
or more allylic monomers. Suitable allylic monomers 
include allylic alcohols, allyl esters, allyl ethers, and 
alkoxylated allylic alcohols. Allylic alcohols useful in 
making the intercalants of the present invention prefera- 
bly have the general structure CH2=CR-CH2-OH in 
which R is selected from the group consisting of hydro- 
gen and C1-C5 alkyl. Suitable allylic alcohols include, 
but are not limited to. allyl alcohol, methallyl alcohol, 2- 
ethyl-2-propen-1-ol. and the like, and mixtures thereof. 
Allyl alcohol and methallyl alcohol are preferred. 
[0048] Allyl esters suitable in making the intercalants 
of the present invention preferably have the general 
structure: CH2-CR'-CH2-0-CO-R in which R is hydro- 
gen or a saturated or unsaturated linear, branched, or 
cyclic Ci-C3o alkyl. aryl. or aralkyi group, and R' is 
selected from the group cor^isting of hydrogen and Cy 
C5 alkyl. Suitable allyl esters indiKle. for example, allyl 
formate, allyl acetate, allyl butyrate, allyl benzoate. 
methallyl acetate, allyl fatty esters, and the like, and 
mixtures thereof. Particularly preferred are allyl esters 



derived from allyl alcohol and methallyl alcohol. Most 
preferred are CrCs alkyl esters of allyl alcohol and 
methallyl alcohol. 

[0049] Preferred allyl ethers have the general struc- 
f ture: CH2-CR'-CH2-0-R in which R is a saturated linear, 
branched, or cyclic C1-C30 alkyi. aryl. or aralkyi group, 
and R' is selected from the group consisting of hydrogen 
and C1-C5 alkyl. Suitable allyl ethers include, for exam- 
ple, allyl metM ether, ally! ethyl ether, allyl tert-butyl 
w ether, allyl methylbenzyl ether, and the like, and mix- 
tures thereof. 

[0050] The copolymer resin intercalants of the present 
invention can incorporate recurring units of an alkoxy- 
lated allylic alcohol. Preferred alkoxylated allylic alco- 
15 hols have the general structure CH2=CK- 
CH2— (A)n— OH in which A is an oxyalkylene group, R' 
is selected from the group consisting of hydrogen and 
CyCs alkyl, and n, which is the average number of oxy- 
alkylene groups in the alkoxylated allylic alcohol, has a 
so value from 1 to 50. Preferred oxyalkylene groups are 
oxyethylene, oxypropylene, oxybutylenes. and mixtures 
thereof. Most preferred are propoxylated allylic alcohols 
having an average of 1 to 10 oxypropylene groups. 
[0051 ] Suitable alkoxylated allylic alcohols can be pre- 
ss pared by reading an allylic alcohol with up to about 50 
equivalents of one or more alkylene oxides in the pres- 
ence of a basic catalyst as described, for example, in 
US. Patent Nos. 3.268.561 and 4.618,703. the teach- 
ings of which are incorporated herein by reference. As 
30 will be apparent to those skilled in the art, suitable 
alkoxylated allylic alcohols can also be made by acid 
catalysis, as described, for example, in J. Am. Chem. 
Soc, 71. (1949) 1152. 

[0052] The relative amounts of N-alkenyl amide and 

35 allylic monomer used to make copolymer resin interca- 
lants of the invention depends on many factors, includ- 
ing the desired degree of hydrophilidty, the desired 
hydroxyl content, the nature of the monomers used, 
suitability for the particular end-use application, and 

40 Other factors. Preferably, the copolymer resin comprises 
from about 5 to about 95 weight percent of N-alkenyl 
amide recun-ing units, and from about 5 to about 95 
weight percent of allylic monomer recurring units. More 
preferably, the resin comprises from about 25 to atjout 

45 75 weight percent of N-alkenyl amide recurring units, 
and from about 25 to about 75 weight percent of allylic 
monomer recurring units. Most preferred resins com- 
prise from about 30 to about 60 weight percent of N- 
alkenyl amide recurring units, and from about 40 to 

50 about 70 weight percent of allylic monomer recurring 
units. 

[0053] Optionally, the copolymer resin intercalants 
incorporate recurring units derived from one or more 
ethylenic monomers. The ethylenic monomer is often 
55 induded to control resin solubiKty. enhanced physical 
properties, or reduce cost. Preferably, the ethylenic 
monomer is used in an amount within the range of about 
0.1 to about 50 weight percent, based on the total 
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weight of monomers copolymerized to form the copoly- 
mer. A more preferred range is from about 1 to about 25 
weight percent. Preferred ethylenic mon mers include, 
for example, vinyl aromatic monomers, acrylates and 
methacrylates. unsaturated nitrifes. vinyl esters, vinyl 
ethers, vinyl halides, vinylidene halides. unsaturated 
anhydrides, unsaturated dicart)Oxylic acids, acrylic and 
methacrylic adds, aaylamide and methacrylamide, 
fluoroalkyt acrytates and methacrylates. conjugated 
dienes. and the like, and mixtures thereof. 
[0054] The copolymer resin intercalants of the inven- 
tion preferably have number average molecular weights 
within the range of about 500 to about 100,000. A more 
preferred range is from about 2,500 to about 50.000. 
[0055] The copolymer resin intercalants have hydroxy! 
numbers within the range of 0 to about 400 mg KOH/g. 
(In other words, the resins need not have any hydroxyl 
group content, but may incorporate a substantial pro- 
portion of hydroxyl groups.). A more prefen'ed range for 
the hydroxyl number is from about 25 to about 250 mg 
KOH/g; most preferred is the range from about 50 to 
about 200 mg KOH/g. The need for hydroxyl groups 
depends on the intended end-use application. In coat- 
ings, for example, it is often important for the resin to 
have a significant hydroxyl group content; in contrast, 
many composites can benefit from copolymer resin 
intercalants of the invention that contain no hydroxyl 
groups. 

[0056] The average hydroxyl functionality of the copol- 
ymer resin intercalants generally ranges from 0 to about 
20. Preferably, the hydroxyl functionality is within the 
range of about 2 to about 20; most prefened is the 
range from about 3 to about 10. As noted above, the 
need for hydroxyl functionality depends on the desired 
end use. 

[0057] In coating applications, glass-transition tem- 
perature of the copolymer resin can be important. 
Copolymer resins of the invention preferal^ly have a 
glass-transition temperature (Tg) vtfithin the range of 
about -sec to about 100**C. A more prefen-ed range is 
from about -40**C to about 40''C. 
[0058] The monomers are copolymerized preferatiiy in 
the presence of a free-radical initiator. The free-radical 
initiator is preferably a peroxide, hydroperoxide, or azo 
compound. Preferred initiators have a decomposition 
temperature greater than about 100**C. Examples 
include tert-tiutyl hydroperoxide, di-tert-butyl peroxide, 
tert-butyl perbenzoate. cumene hydroperoxide, and the 
like. 

[0059] The amount of free-radical initiator needed var- 
ies, but is generally within the range of about 0.1 to 
about 10 weight percent based on the amount of mono- 
mars. Preferably, the amount of free-radical initiator 
used is within the range of about 1 to about 5 weight 
percent; most preferred is the range from about 2 to 
about 4 weight percent. 

[0060] Generally, it is preferred to add the free-radical 
initiator to the reactor gradually during the course of the 



polymerization. When preparing coating resins, it is also 
desirabl to add the N-alkenyl amide gradually to the 
reactor, and to match the addition rate of the free-radical 
initiator to the polymerization rate of the N-alkenyl 

5 amide. When an ethylenic monomer is included, it is 
preferred to add it in proportion to the N-alkenyl amide. 
For example, if half of the N-alkenyl amide is added 
gradually, then it is prefenred to charge half of the ethyl- 
enic monomer initially and add the remaining portion 

70 with the N-alkenyl amide. /\s with the N-alkenyl amide, 
all of the ethylenic monomer can be added gradually. 
These techniques produce a polymer that has an evenly 
distributed hydroxyl functionality that is relatively inde- 
pendent of molecular weight. 

15 [0061 ] A batch process in which all of the monomers 
are charged initially to the reactor is suitable when the 
goal is to make copolymer resins for applications in 
which the distribution of hydroxyl functionality in the 
resin is less important. In the preferred batch process, 

20 the N-alkenyl amide and allylic monomer are charged 
initially and the free-radical initiator is added gradually 
as the reaction proceeds. 

[0062] The process for manufacturing the copolymer 
intercalants can be performed over a wide temperature 

25 range. Generally, the reaction temperature will be within 
the range of about 60**C to about 300*^0. A more pre- 
ferred range is from about 90^*0 to about 200°C; most 
preferred is the range from about 1 00**C to about 1 80**C. 
[0063] The process for manufacturing the copolymer 

30 intercalants is advantageously performed in the 
absence of any reaction solvent, but a solvent may be 
included if desired. Useful solvents include those that 
will not interfere with the free-radical polymerization 
reaction or othenvise react with the monomers. Suitable 

35 solvents include, for example, ethers, esters, ketones, 
aromatic and aliphatic hydrocarbons, alcohols, glycol 
ethers, glycol ether esters, and the like, and mixtures 
thereof. 

[0064] One advantage of the process of manufactur- 

40 ing the copolymer intercalants is that no solvent is 
needed to polymerize the reactive monomers at a low 
rate of polymerization. This obviates the need to remove 
a solvent later from the resin and saves on the expense 
of using arKl recovering a solvent. The process also 

45 gives low molecular weight polymer intercalants useful 
as polymer intercalant intermediates without the need 
to include a chain-transfer agent. Chain-transfer agents 
often impart undesirable odors and detract from a poly- 
mer's ultimate physical properties. 

50 [0065] The invention includes the intercalants and 
exfoliates made using the copolymer resins for use as 
fillers in thermoplastic and thermosetting polymers, 
including thermoset coatings, sealants, elastomers, 
adhesives, and foams made using the hydroxy-func- 

55 tional copolymer resin intercalants. The thermosets 
include, for example, melamines. polyurethanes. ^oxy 
thermosets. polyesters, alkyds. and uralkyds. For exam- 
ple, melamine-based intercalants can be pr^red by 
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reacting the above-described cop lymer resin interca- 
lants with melamine resins. Suitable melamine resins 
include commercial grade hexamethoxymethyimela- 
mines, such as. for example, CYMEL 303 cross-linking 
agent, a product of Cytec. 

[0066] A polyurethane nanocomposite intercalant is 
made by reacting a hydroxy-functional copolymer inter- 
calant with a di- or polyisocyanate or an isocyanate-ter- 
minated prepolymer, either in-situ (while intercalated) or 
prior to intercalation. Prepolymer intercalants derived 
from the copolymer resin intercalants also can be used 
to intercalate the layered materials. Optionally, a low 
molecular weight chain extender (diol. diamine, or the 
like) can be included with the monomers used to form 
the copolymer intercalants. Suitable di- or polyisocy- 
anates are those well known in the polyurethane indus- 
try, and include, for example, toluene diisocyanate, MDI. 
polymeric MDIs, carbodiimide-modified MDIs. hydro- 
genated MDIs, isophorone diisocyanate. 1 ,6-hexanedi- 
isocyanate. and the like. Isocyanate-terminated 
prepolymer intercalants are made in the usual way from 
a polyisocyanate and a polyether polyol. polyester 
polyol, or the like. The polyurethane is formulated at any 
desired NCO index, but it is preferred to use an NCO 
index close to 1 . If desired, all of the available NCO 
groups are treated with hydroxy groups from the copol- 
ymer resin and any chain extenders. 
[0067] The invention includes intercalate-f illed and/or 
exfoliate-filled epoxy thermosets, and the intercalates 
and exfoliates that are intercalated with copolymer inter- 
calants which are the reaction products of hydroxy-func- 
tional copolymer resins described atwve and an epoxy 
resin. Suitable epoxy resins generally have two or more 
epoxy groups available for reaction with the hydroxyl 
groups of the copolymer resin. Particularly prefen-ed 
epoxy resins are bisphenol-A diglycidyl ethe* and the 
like. Other suitable methods of making epoxy thermoset 
intercalants are described in US. Patent No. 4,609.717. 
the teachings of which are incorporated herein by refer- 
ence. 

[0068] The intercalants also include thermoset polyes- 
ters that are the reaction products of the above- 
described hydroxy-functional copolymer resins and an 
anhydride or a di- or polycarboxylic acid. Suitable anhy- 
drides and carboxyllc acids are those commonly used in 
the polyester industry. Exanr^les include phthalic anhy- 
dride, phthalic acid, maleic anhydride, maleic acid, adi- 
pic acid, isophthalic add, terephthalic acids, sebadc 
acid, succinic acid, trimellitic anhydride, and the like, 
and n^xtures thereof. Other suitable methods fa mak- 
ing thermoset polyester intercalants are described in 
U.S. Patent No. 3.457,324. hereby incorporated by ref- 
ererrce. 

[0069] The invention indudes alkyd intercalants pre- 
pared by reading the above-described hydroxy-func- 
ti nal copolymer intercalants with an unsaturated fatty 
add. Suitable unsaturated fatty acids are those known 
in the art as useful for alkyd resins, and indude. for 



example, oleic acid, ricinoleic acid, linoleic acid, licanic 
add. and the like, and mixtures thereof. Mixtures of 
unsaturated fatty adds and saturated fatty acids such 
as lauric add or palmitic add can also be used. The 
5 alkyd resins are particulariy useful for making alkyd 
coatings. For example, a hydroxy-functional copolymer 
resin, or a mixture of the resin and glycerin or another 
low molecular weight polyol, is first partially esterrfied 
with an unsaturated fatly add to give a alkyd resin. The 
10 resin is then conrfcined witt? an organic solvent, and the 
resin solution is stored until needed. A drying agent 
such as cobalt acetate is added to the solution of alkyd 
resin, the solution is spread onto a surface, the solvent 
evaporates, and the resin cures leaving an alkyd inter- 
75 calant. Other suitable methods for making alkyd resin 
intercalants are desaibed in U.S. Patent No. 3.423,341 . 
hereby incorporated by reference. 
[0070] Instead of combining the alkyd resin with an 
organic solvent for intercalation of the layered material, 
20 the resin intercalants can be dispersed in water to make 
a water-based alkyd intercalating composition. To 
improve the water dispersability of the alkyd resin inter- 
calants. a free hydroxyl group in the alkyd resin can be 
converted to a salt. For example, the alkyd resin can be 
25 reacted with phthalic anhydride to give a resin interca- 
lant that contains phthalic acid residues; addition of 
sodium hydroxide makes the sodium phthalate salt, and 
provides a water-dispersable alkyd rean intercalant 
derived from the allyl ester copolymer. See. for exam- 
30 pie. U.S. Patent No. 3,483,1 52. 

[0071 ] The invention includes polyurethane-modif led 
alkyd (uralkyd) intercalants prepared from the hydroxy- 
functional copolymer resin intercalants of the invention. 
These uralkyd resin intercalants, and exfoliates thereof, 
35 are espedally valuable as fillers in uralkyd coatings. The 
hydroxy-functional cqx)lymer resin is first partially 
esterified with an unsaturated fatty acid (described 
above) to give an alkyd resin. The alkyd resin, which 
contains some free hydroxyl groups, is reacted with a di- 
40 or polyisocyanate (described above) to give a prepoly- 
mer. The prepolymer is then reacted with a chain 
extender, atmospheric moisture, or additional alkyd 
resin to give a uralkyd intercalant. Other suitable meth- 
ods for making uralkyd resin intercalants are described 
45 in U.S. Patent No. 3,267,058, hereby incorporated by 
reference. 

[0072] In composites, the resins offer good perform- 
ance in a less-expensive alternative to commerdally 
available intercalants such as poly(N-vinylpyrrolidone). 

so Incorporation of allylic monomers allows formulations to 
control performance of the intercalant pdymer, includ- 
ing bonding efficiency, while minimizing cost. 
[0073] The following examples merely illustrate the 
invention. Those skilled in the art will recognize many 

55 variations that are within the spirit of the invention and 
scope of the daims. 
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EXAMPLE 1 

Copolymer Resin Intercalants From N-Vinylpyrrolidone 
And Propoxyiated AUyl Alcohol 

[0074] Ally! alcohol propoxylate (average of 1.6 oxy- 
propylene units, 350 g) is charged to a one-liter reaction 
kettle equipped with agitator, heating mantel, tempera- 
ture controller, nitrogen purge device, condenser, and 
addition pump. N-vinylpyn-olidone (350 g) and t-butyl 
perbenzoate (10 g) are mixed at 5°C in a chiller, deoxy- 
genated with nitrogen, and charged to the addition 
pump. After purging the reactor three times with nitro- 
gen, the reactor contents are heated to 1 45**C. The N- 
vinylpyrrolidone/initiator mixture is gradually added at 
an even rate to the reactor over 4 hours at 145°C. The 
mixture is heated for another 45 minutes following com- 
pletion of the monomer addition. Unreacted monomers 
are removed by vacuum stripping of the mixture at 
160**C. The copolymer resin product has M^,, = 12,600; 
Mp- 3260; and Tg = 2rC. 

EXAMPLE 2 

Copolymer Resin Intercalants From N-Vinytpyrro!idone 
And Propoxyiated Allyl Alcohol 

10075] The procedure of Example 1 is followed, but 
allyl alcohol propoxylate having an average of ten oxy- 
propylene units (350 g) is used. The polymer has Tg = - 
28«C. 

EXAMPLE 3 

Copolymer Resin Intercalants From N-Vinylpyrrolidone 
And Propoxyiated Allyl Alcohol 

[0076] The procedure of Example 1 is followed using 
525 g of allyl alcohol propoxylate (ave. of 1.6 oxypropyl- 
ene units) and 175 g of N-vinylpyrrolidone. The copoly- 
mer resin has Mw = 8660; Mn - 1570; and hydroxy! 
number = 172 mg KOH/g. 

EXAMPLE 4 

Copolymer Resin Intercalants From N-Vinytpyrrolidone 
And Allyl Alcohol 

[0077] Allyl alcohol (750 g) and N-vtnylpyrrolidone 
(750 g) are charged to a five-liter reaction kettle 
equipped with agitator, heating mantle, tenrperature 
controller, inlets for nitrogen and vacuum, condenser, 
and addition pump. Di-tert-butyl peroxide (25 g) is 
charged to the reactor. Additional di-tert-butyl peroxide 
(50 g) is added to the addition pump. After purging the 
reactor three times with nitrogen, the reactor contents 
are heated to 135*C. The initiator is gradually added at 
a decreasing rate to the reactor over 4 hours at 135*'C. 



Th initiator addition is performed as follows: first hour, 
20 g; second hour. 15 g; third hour. 10 g; fourth hour. 5 
g. The mixture is heated for another 60 minutes follow- 
ing completion of the monomer addition. Unreacted 
5 monomers are removed by vacuum stripping of the mix- 
ture at 160'*C. 

[0078] The amount of intercalated and/or exfoliated 
layered material included in a liquid carrier a into a 
matrix polymer to form viscous carriers or a composite 

10 polymeric material may vary widely depending on the 
intended use of the naterial. When the intercalate or 
exfoliate is added to a solvent to form the viscous com- 
positions suitable to deliver the cannier or some can-ier- 
dissolved or carrier-dispersed active material, such as a 

15 pharmaceutical, relatively higher amounts of interca- 
lates, i.e., from about 10%toabout30%by weight of the 
total composition, are used in faming solvent gels hav- 
ing extremely high viscosities, e.g.. 5,000 to 5.000.000 
centipoises. Extremely high viscosities, however, also 

20 can be achieved with a relatively small concentration of 
intercalates and/or exfoliates thereof, e.g., 0.1% to 5% 
by weight, by adjusting the pH of the composition in the 
range of about 0-6 or about 10-14 and/or by heating the 
composition above room temperature, e.g.. in the range 

25 Of about 25'»C to about 200**C. preferably about 75'*C to 
about lOO-'C. 

[0079] Relatively larger amounts of platelet particles 
(exclusive of the intercalant polymer, since the interca- 
lant polymer content in the layered material may vary), 
30 i.e., from about 15% to about 30% by weight of the mix- 
ture, are used in applications when the intercalate 
and/or exfoliate is added to a matrix polymer and the 
composite material is used to form stamped polymeric 
articles. Substantially enhanced barrier properties and 
35 heat resistance (deflection temperature under toad, 
DTUL) are imparted by platelet particle concentrations 
greater than about 2.5% in a matrix polymer. Similariy. 
substantially enhanced strength is imparted by platelet 
particle concentrations greater than about 1 .5%. includ- 
ed ing the nano-scale layered materials of this invention. It 
is preferred that the platelet loading be less than about 
10%. Platelet particle loadings within the range of about 
0.05% to alxjut 40% by weight, preferably atxjut 0.5% to 
about 20%, nK>re preferably atx)ut 1% to at>out 10% of 
45 the composite material significantly enhances modulus, 
dimensional stability, and wet strength. In general, the 
amount of platelet particles incorporated into a matrix 
polymer is less than about 90% by weight of the mix- 
ture, and preferably from abovX 0.01% to about 80% by 
so weight of the composite material mixture, more prefera- 
bly from about 0.05% to about 40% by weight of the pol- 
ymer/particle mixture, and most preferably from about 
0.05% to about 20% or 0.05% to about 10% by weight, 
with some matrix polymers. 
55 [0080] In accordance with an important feature of the 
present invention, the intercalated phyllosilicate can be 
manufactured in a concentrated form. e.g.. 10-90%, 
preferably 20-80% intercalant polymer and 10-90%, 
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preferably 20-80% intercalated phyilosilicate that can be 
dispersed in a solvent or matrix polymer and exfoliated 
b for or after addition to the solvent or to a polymer 
melt to a desired platelet loading. The intercalates are 
exfoliated and dispersed into a host material, such as s 
an organic solvent or one or more melt-processible ther- 
moplastic and/or thermosetting matrix oligomers or pol- 
ymers, or mixtures thereof. 

[0081] In accordance with an important feature of the 
present invention, a wide variety of topically-active com- i 
pounds can be incorporated into a stable composition of 
the present invention. Such topically active conrtposi- 
tions include cosmetic, industrial, and medicinal com- 
pounds that act upon contact with the skin or hair, or are 
used to adjust rheology of industrial greases arxl the i 
like. In accordance with another important feature of the 
present invention, a topically-active compound can be 
solubilized in the composition of the present invention or 
can be homogeneously dispersed throughout the com- 
position as an insoluble, particulate nriaterial. In either i 
case topically-effective compositions of the present 
invention are resistant to composition separation and 
effectively apply the topically-active compound to the 
skin or hair. If required for stability, a surfactant can be 
included in the composition, such as any disclosed in 
Laughlin. et al. U.S. Pat. No. 3.929.678. hereby incorpo- 
rated by reference. In general, the topically-effective 
compositions of the present invention demonstrate 
essentially no phase separation if the topically-active 
compound is solubilized in the -compositions. Further- 
more, if the topically-active compound is insoluble in the 
composition, the composition demonstrates essentially 
--no phase separation. 
[0082] The topically-active compounds can be a cos- 
metically-active compound, a medically-active com- 
pound or any other compound that is useful upon 
application to the skin or hair. Such topically-active com- 
pounds include, for example, antiperspirants, antidan- 
druff agents, antibacterial compounds, antifungal 
compounds, anti-inflammatory compounds, topical 
anesthetics, sunscreens and other cosmetic and medi- 
cal topically-effective compounds. 
[0083] Therefore, in accordance with an important 
feature of the present invention, the stable topically- 
effective composition can include any of the generally- 
known antiperspirant compounds such as finely-divided 
solid astringent salts, for example, aluminum chlorohy- 
drate, aluminum chlorohydrox. zirconium chlorohydrate, 
and complexes of aluminum chlorohydrate with zirconyl 
chloride or zirconyl hydroxychloride. In general, the 
amount of the antiperspirant compound, such as alumi- 
num zirconium tetrachlorohydrex glycine in the compo- 
sition can range from about 0.01% to about 50%, and 
preferably from about 0.1% to about 30%. by weight of 
the total composition. 

[0084] Other topically-active compounds can be 
included in the compositions of the present invention in 
an amount sufficient to perform their intended function. 



For example, zinc oxide, titanium dioxide or similar com- 
pounds can be included if the composition is intended to 
be a sunscreen. Similarly, topically-active drugs, like 
antifungal compounds: antibacterial compounds; anti- 
inflammatory compounds; topical anesthetics; skin 
rash, skin disease and dermatitis medications; and anti- 
itch and imtation-reducing compounds can be included 
in the compositions of the present invention. For exam- 
ple, analgesics such as benzocaine, dyclonine hydro- 
0 chloride, aloe vera and the like; anesthetics such as 
butamben picrate. lidocaine hydrochloride, zylocaine 
and the like; antibacterials and antiseptics, such as pov- 
idone-iodine. polymyxin b sulfate-bacitracin, zinc-neo- 
mycin sulfate-hydrocortisone, chloramphenicol, 
5 methylbenzethonium chloride, and erythromycin and 
the like; antiparasitics, such as lindane; deodorants, 
such as chlorophyllin copper complex, aluminum chlo- 
ride, aluminum chloride hexahydrale. and methylbenze- 
thonium chloride; essentially all dermatologicals. like 
70 acne preparations, such as benzoyl peroxide, erythro- 
mycin-benzoyl peroxide, clindamycin phosphate, 5,7- 
dichloro-8-hydroxyquinoline, and the like; anti-inflam- 
matory agents, such as aldometasone dipropionate, 
betamethasone valerate, and the like; burn relief oint- 
25 ments. such as o-amino-p-toluenesulfonamide monoac- 
etate and the fike; depigmenting agents, such as 
monobenzone; dermatitis relief agents, such as the 
active steroids amcinonide, diflorasone diacetate. 
hydrocortisone, and the like; diaper rash relief agents, 
30 such as methylbenzethonium diloride and the like; 
emollients and moisturizers, such as mineral oil, PEG-4 
dilaurate, lanolin oil, petrolatum, mineral wax and the 
like; fungicides, such as butocouazole nitrate, halo- 
progin, clotrimazole, and the like; herpes treatment 
35 drugs, such as 9-[(2-hydroxyethoxy)methyl]guanine; 
pruritic medications, such as aldometasone dipropion- 
ate, betamethasone valerate, isopropyl myristale MSD, 
and the like; psoriasis, sebon^hea and scabicide agents, 
such as anthraiin, methoxsalen, coal tar and the like; 
40 sunscreens, such as octyl p-(dimethylamino)benzoate. 
octyl methoxycinnamate, oxybenzone and the like; ster- 
oids, sudi as 2-(acetyloxy)-9-fluoro-r,2\3',4'-tetrahy- 
dro-1 1 -hydroxypregna-1 ,4-dieno[16, 1 7-b] naphthalene- 
3.20-dione, and 21-chloro-9-fluoro-r.2*.3',4'-tetrahydro- 
45 1 1b-hydroxypregna-1 .4-dieno[16z.17-b]naphthalene- 
3,20<iione. Any other medication capable of topical 
administration also can be incorporated in composition 
of the present invention in an amount sufficient to per- 
form its intended function. 
50 [0085] Matrix polymers for use in the process of this 
invention may vary widely, the only requirement is that 
they are melt processible. The resin intercalants 
described herein are. of course, completely compatible 
with matrix polymers that are the same as the resin 
55 intercalants. Additionally, the matrix polymers can be 
altered in monomer percentages, or may contain an 
ethylenic monomer, virtiere the copolymer intercalants 
contain only the N-alkenyl amide and/or aaylate-func- 
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tionalized pynolidone and an allylic monomer. In the 
preferred embodiments of the invention, the matrix pol- 
ymer includes at least 10, pref rably at least 30 recur- 
ring monomeric units. The upper limit to the number of 
recun^ing monomeric units is not critical, provided that 
the melt index of the matrix polymer under use condi- 
tions is such that the matrix polymer forms a flowable 
mixture. Most preferably, the matrix polymer includes 
from at least about 10 to about 100 recun-ing mono- 
meric units. In the most preferred embodiments of this 
invention, the numl^er of recurring units is such that the 
matrix polymer has a melt index of from abovX 0.01 to 
about 12 grams per 10 minutes at the processing tem- 
perature. 

[0086] Thermoplastic resins and rubbers for use as 
matrix polymers in the practice of this invention may 
vary widely. Illustrative of useful thermoplastic resins, 
which may be used alone or in admixture, are polylac- 
tones such as poly[pivalolactone). poly(caprolactone) 
and the like; polyurethanes derived from reaction of 
diisocyanates such as 1 ,5-naphthalene diisocyanate; p- 
phenylene diisocyanate. m-phenylene diisocyanate, 
2.4-toluene diisocyanate, 4,4'-diphenylme1hane diisocy- 
anate, 3,3'-dimethyl-4,4*-biphenyl diisocyanate. 4.4'- 
diphenylisopropylidene diisocyanate, 3,3*-dimethyi-4.4'- 
diphenyl diisocyanate, 3.3'-dimethyl-4,4'-diphenylmeth- 
ane diisocyanate, 3,3*-dimethoxy-4.4'-bipheny! diisocy- 
anate, dianisidine diisocyanate, toluidine diisocyanate. 
hexamethylene diisocyanate, 4,4'-diisocyanatodiphe- 
nylmethane and the like and linear long-chain hydroxy 
terminated polyesters; polyethers based on diols, such 
as poly(tetramethylene adipate). poly(ethylene adipate), 
poly(1.4-butylene adipate). poly(ethylene succinate). 
poly(2,3-butylene succinate), polyether diols and the 
like; polycartx)nates such as poty[methane bis(4-phe- 
nyl) carbonate], poly(1 . 1 -ether bis(4-phenyl) carbonate], 
poly[diphenylmethane bis(4-phenyl)<Brbonate]. 
poly[1,1-cyclohexane bis(4-phenyl)carbonate] and the 
like; polysulfones; polyethers; polyketones; polyamldes 
such as poly(4-amino butyric add), poly(hexamethylene 
adipamide), poIy{6-aminohexanoic acid), poly(m- 
xylylene adipamide), poly(p-xylylene setncamide), 
poly(2.2.2-trimethyl hexamethylene ter^hthalamide). 
poly(metaphenylene isophthalamide) (NOMEX), poly(p- 
phenylene terephthalamide) (KEVLAR), and the like; 
polyesters such as poly(ethylene azelate). poly(ethyl- 
ene-1 ,5-naphthalate, poly(1,4-cyclohexane dimethyl- 
ene terephthalate), poly(ethylene oxybenzoate) (A- 
TELL), poly(parahydroxy benzoate) (EKONOL). 
poly{1 ,4-cyclohexytidene dimethylene terephthalate) 
(KODEL) (cis), poly(1 ,4-cyclohexylidene dimethylene 
terephthalate) (KODEL) (trans), polyethylene terephtha- 
late. polybutylene terephthalate and the like; 
poIy(arylene oxides) such as poly(2.6-dimethyl-1 .4-phe- 
nyiene oxide). poly(2.6-diphenyl-1.4-phenylene oxide) 
and the like; poIy(arylene sulffcies) such as poly(phe- 
nylene sulfide) and the like; polyetherimides; vinyl poly- 
mers and their copolymers aich as polyvinyl acetate. 



polyvinyl alcohol, polyvinyl chloride; polyvinyl butyral. 
polyvinylidene chloride, ethylene-vinyl acetate copoly- 
mers, and the like; polyacrylics. polyacrylate and their 
copolymers such as polyethyl acrylate, poly(n-butyl acr- 

5 ylate). polymethylmethacrylate, polyethyl methacrylate. 
poly(n-butyl methacrylate). poly(n-propyl methacrylate), 
polyacrylamide, polyacrylonitrile, polyacrylic acid, ethyl- 
ene-acryllc acid copolymers, ethylene-vinyl alcohol 
copolymers acrylonitrile copolymers, methyl methacr- 

10 ylate-styrene copolymers, ethylene-ethyl acrylate copol- 
ymers, methacrylatecf butadiene-styrene copolymers 
and the like; polyolefins such as low density poly(ethyl- 
ene). poly(propytene), chlorinated low density poly(eth- 
yl ene) , poly(4-methyl- 1 -pentene) . poly(ethylene) , 

15 poly(styrene), and the like; ionomers; poly(epichlorohy- 
drins); poly(urethane) such as the polymerization prod- 
uct of diols, such as ethylene glycol, propylene glycol, 
and/or a polydiol. such as diethylene glycol, triethylene 
glycol and/or tetraethylene glyool, and the like, with a 

20 polyisoc^ate such as 2,4-tolylene diisocyanate, 2.6- 
tolylene diisocyante, 4.4'-diphenylmethane diisocy- 
anate, 1.6-hexamethylene diisocyanate. 4.4'-dicy- 
dohexylmethane diisocyanate and the like; and 
polysulfones such as the reaction product of the sodium 

25 salt of 2,2-bis(4-hydroxyphenyl) propane and 4,4*- 
dichlorodiphenyl sulfone; furan resins such as 
poly(furan); cellulose ester plastics such as cellulose 
acetate, cellulose acetate butyrate, cellulose propionate 
and the like; silicones such as poly(dimethyl siloxane), 

30 poly(dimethyl siloxane co-phenylmethyl siloxane), and 
the like; protein plastics; and blends of two or more of 
the foregoing. 

[0087] Vlilcanizable and thermoplastic rubbers useful 
in the practice of this invention may also vary widely. 

35 Illustrative of such rubbers are brominated butyl rubber, 
chlorinate butyl rubber, polyurethane elastomers, f luor- 
oelastomers, polyester elastomers, polyvinylchloride, 
butadiene/acrylonitrile elastomers, silicone elastomers. 
poly(butadiene). poly(isobutytene). ethylene-propylene 

40 copolymers, ethytene-propylene-diene terpolymers, sul- 
fonated ethylene-propylene-diene terpolymers. 
poly(ch!oroprene). poIy(2.3-dimethylbutadiene), 
poly(butadiene-pentadiene), chlorosulphonated 
poly(ethylenes). poly(sulfide) elastomers, block copoly- 

45 mers, made up of segments of glassy or crystalline 
blocks such as poly(styrene). poly(vinyl-toluene). poly(t- 
butyl styrene). polyesters and the like and the elasto- 
meric blocks such as poly(butadiene). poly(isoprene). 
ethylene-propylene copolymers, ethylene-butylene 

so copolymers, polyether and the like as for example the 
copolymers in poly(styrene)-poly(butadiene)-poly(sty- 
rene) block copolymer manufactured by Shell Chemical 
Company under the trade name KRATON®. 
[0088] Useful thermosetting resins include, for exam- 

55 pie. the polyamides; polyalkytamides; polyesters: poly- 
urethanes; polycarisonates; polyepoxides; and mixtures 
thereof. Thermoset resins based on water-soluble pre- 
polymers, indude prepolymers based on formaldehyde: 
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phenols (phenol, cresol and the like): urea; melamine: 
melamine and phenol; urea and phenol. Polyurethanes 
based on: toluene diisocyanate (TDI) and monomeric 
and polymeric diphenyl methanediisocyanates (MDI); 
hydroxy terminated polyethers (polyethylene glycol, s 
polypropylene glycol, copolymers of ethylene oxide and 
propylene oxide and the like): amino terminated poly- 
ethers. polyamines (tetramethylene diamine, ethylene- 
diamine, hexamethylenediamine. 2,2-dimethyl 1.3- 
propanediamine; melamine, diaminobenzene, triami- i 
nobenzene and the like); polyamidoamines (for 
Instance, hydroxy terminated polyesters): unsaturated 
polyesters based on maleic and f umaric anhydrides and 
acids; glycols (ethylene, propylene), polyethylene gly- 
cols, polypropylene glycols, aromatic glycols and polyg- j 
lycols; unsaturated polyesters based on vinyl, allyl and 
acryl monomers; epoxides, based on biphenol A (2.2'- 
bis(4-hydroxyphenyl) propane) and epichlorohydrin; 
epoxy prepolymers based on monoepoxy and polye- 
poxy compounds and a.p unsaturated compounds (sty- ; 
rene. vinyl, allyl. acrylic monomers); polyamides 4- 
tetramethylene diamine, hexamethylene diamine, mela- 
mine. 1.3-propanediamine. diaminobenzene. triami- 
nobenzene. 3,3',4.4'-bitriaminobenzene; 3,3\4,4*- 
biphenyltetramine and the like). Polyethyleneimines: ; 
amides and polyamides (amides of di-. tri-. and tetra 
acids); hydroxyphenols (pyrogallol. gallic acid, tetrahy- 
droxybenzophenone, tetrahydroqulnone, catechol, phe- 
nol and the like); anhydrides and polyanhydrides of di-, 
tri-, and tetra adds; polyisocyanurates based on TDI 
and MDI; polyimides based on pyromellitic dianhydride 
and 1,4-phenyldiamine; polybenzimidozoles based on 
3.3',4,4'-biphenyltetramine and isophthalic acid; polya- 
mide based on unsaturated dibasic adds and anhy- 
drides (maleic. fumaric) and aromatic polyamides; alkyd 
resins based on dibasic aromatic acids or anhydrides, 
glycerol, trimethytolpropane. pentaerythritol. sorbitol 
and unsaturated fetty long chain carboxylic acids (the 
latter derived from vegetable oils); and prepolymers 
based on acrylic monomers (hydroxy or caiboxy func- 
tional). 

[0089] Most prefen*ed Ihe^moplastic polymers are 
thermoplastic polymers such as polyamides. polyesters, 
and polymers of alpha-beta unsaturated monomers and 
copolymers. Polyamides which may be used in the proc- 
ess of the present invention are synthetic linear polycar- 
bonamides characterized by the presence of recurring 
carbonamide groups as an integral part of the polymer 
chain which are separated from one another by at least 
two caitjon atoms. Polyamides of this type indude poly- 
mers, generally known in the art as nylons, obtained 
from diamines and dibasic acids having the recurring 
unit represented by the general formula: 

-NHCOR^^COHNR^^- 

in which R^^ is an alkylene group of at least 2 carbon 
atoms, preferably from about 2 to about 1 1, or arylene 



having at least about 6 carbon atoms, preferably about 
6 to about 17 carbon atoms; and R^"^ is selected from 
R^^ and aryl groups. Also, induded are copolyamides 
and terpolyamides obtained by known methods, for 
example, by cordensation of hexamethylene diamine 
and a mixture of dibasic acids consisting of terephthalic 
add and adipic acid. Polyamides of tiie above desCTlp- 
tion are well-known in the art and indude. for example, 
the copolyamide of 30% hexamethylene diammonium 
0 Isophthalate and 70% hexamethylene diammonium adi- 
pate, poly(hexamethylene adipamide) (nylon 6,6). 
poly(hexamethylene sebacamide) (nylon 6, 10), 
poly(hexametlvlene isophthalamide), poiy(hexamethyl- 
ene terephthalamide), poly(heptamethylene pimela- 
5 mide) (nylon 7,7), pdy(octamethylene sebacamide) 
(nylon 8.8). poly(nonamethylene azelamide) (nylon 9,9) 
pdy{decamethylene azelamide) (nylon 10.9), 
pdy(decamethylene sebacamide) (nylon 10.10). 
pdylbis(4-amino cyclohexyl)methane-1 . 1 0-decane-car- 
70 boxamide)]. poly(m-xylylene adipamide), poly(p- 
xylylene sebacamide). poly(2.2,2-trimethyl hexamethyl- 
ene terephthalamide), poiy(piperazine sebacamide). 
poly(p-phenylene terephthalamide). poly(metaphe- 
nylene isophthalanrtide) and the like. 
25 [0090] Other useful polyamides are those formed by 
polymerization of amino acids and derivatives thereof, 
as. for example, lactams. Illustrative of these useful 
polyamides are poly(4-aminobutyric add) (nylon 4). 
pdy(6-aminohexanoic add) (nylon 6), poly(7-amino- 
30 heptanoic acid) (nylon 7), poly(8-aminooctanolc add) 
(nylon 8), poly(9-aminononanoic add) (nylon 9). 
pdy(10-aminodecanoic acid) (nylon 10), poiy(11-ami- 
noundecanoic acid) (nylon 11), poly(12-aminododeca- 
ndc add) (nylon 12) and the like. 
35 [0091] Prefen-ed polyamides are poly(caprolactam), 
poly(12-aminododecanoic add) and poly(hexamethyl- 
ene adipamide). 

[0092] Other matrix or host polymers which may be 
employed in admixture with exfoliates to form nanocom- 

40 posites are linear polyesters. The type of polyester is 
not critical and the particular polyesters chosen for use 
in any particular situation will depend essentially on the 
physical properties and features, i.e.. tensile strength, 
modulus and the like, desired in the final form. Thus, a 

45 multiplicity of linear tiiermoplastic polyesters having 
wide variations in physical properties are suitable for 
use in admixture witii exfoliated layered material plate- 
lets in manufacturing nanocomposites in accordance 
wrth this invention. 

so [0093] The particular polyester chosen for use can be 
a homo-polyester or a co-polyester, or mixtures thereof, 
as desired. Polyesters are normally prepared by the 
condensation of an organic dicarboxyfic add and an 
organic diol, and, the reactants can be added to the 

55 intercalates, or exfoliated intercalates for in situ polym- 
erization of the polyester while in contact with tiie lay- 
ered material, before or after exfoliation of the 
Intercalates. 
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[0094] Polyesters which are suitable for us in this 
invention are those which are d rived from the conden- 
sation of aromatic, cycloaliphatic. and aliphatic di Is 
with aliphatic, aromatic and cycloaliphatic dicarboxylic 
acids and may be cycloaliphatic. aliphatic or aromatic 
polyesters. 

[0095] Exemplary of useful cycloaliphatic, aliphatic 
and aromatic polyesters which can be utilized in the 
practice of their invention are poly(ethylene terephtha- 
late), poly(cyclohexylenedimethyiene terephthalate), 
poly(ethylene dodecate). poly(butylene ter^hthalate). 
poly[ethylene(2,7-naphthalate)]. poly(methaphenylene 
isophthalate), poly{glycolic add), poly(ethylene succi- 
nate), poly(ethylene adipate). poIy(decamethylene aze- 
late). poly(ethylene sebacate). poly(decamethylene 
adipate), poly(decamethylene sebacate). poly(dimethyl- 
propiolactone), poly(parahydroxybenzoate) (EKONOL), 
poly(ethylene oxybenzoate) (A-tell), poly(ethylene iso- 
phthalate). poly(tetramethylene terephthalate. poly(hex- 
amethylene terephthalate), poly(decamethylene 
terephthalate). poly{1 .4-cyclohexane dimethylene 
terephthalate) (trans). poly(ethylene 1 ,5-naphthalate). 
poly(ethylene 2,6-naphthalate), poly(1 .4-cyciohexyli- 
dene dimethylene terephthalate), (KODEL) (cis). and 
poly(1.4-cyclohexylidene dimethylene terephthalate 
(KODEL) (trans). 

[0096] Polyester compounds prepared from the con- 
densation of a diol and an aromatic dicarboxylic acid are 
especially suitable in accordance with the present 
invention. Illustrative of such useful aromatic caiboxylic 
acids are terephthalic add. isophthaiic acid and o- 
phthalic add, 1.3-naphthalene-dicarboxylic acid, 1.4- 
naphthaienedicarboxylic add, 2,6-naphthalenedicaibo- 
xylic add. 2,7-naphthalenedlcarboxylic add, 4,4'-diphe- 
nyldicarboxylic acid, 4,4*-diphenylsulfone-dicaiboxylic 
acid. 1,1 .3-trimethyl-5-carboxy-3-(p-carboxyphenyl)- 
idane, diphenyl ether 4,4'-dicarboxyllc acid. bis-p(car- 
boxy-phenyl) methane and the like. Of the aforemen- 
tioned aromatic dicarboxylic adds, those based on a 
benzene ring (such as terephthalic add, isophthalic 
add, orthophthalic add) are preferred for use in the 
practice of this invention. Amongst these preferred add 
precursors, terephthalic add is particularly preferred 
acid precursor. 

[0097] The most preferred embodiments of this inven- 
tion incorporate the intercalate into a polymer selected 
from the group consisting of poly(ethylene terephtha- 
late), poly(butylene terephthalate), poly(1 , 4-cyclohex- 
ane dimethylene terephthalate). a polyvinylimine. and 
mixture thereof. Among these polyesters of choice, 
poly(ethy1ene terephthalate) and poly(butylene tereph- 
thalate) are most preferred. 

[0098] Still other useful thermoplastic homopolymers 
and copolymer matrix polymers for forming nanocom- 
posites are polymers formed by polymerization of 
alpha-beta-unsaturated monomers or the formula: 

p15Rl6Q^QH2 



wherein: 

[0099] R''^ and R^^ are the same or different and are 
cyano. phenyl, carboxy. alkylester, halo, alkyl. a'ky* sub- 
stituted with one or more chloro or fluoro. or hydrogen. 

5 Illustrative of such prefen-ed homopolymers and copoly- 
mers are homopolymers and copolymers of ethylene, 
propylene, vinyl alcohol, acrylonitrile, vinylidene chlo- 
ride, esters of acrylic acid, esters of methacrylic add. 
chlorotrifluoroethylene. vinyl chloride and the like. Pre- 

10 fered are poly(propylene), propylene copolymers, 
poly(ethylene) and ethylene copolymers. More pre- 
tended are poly(ethylene) and poiy(propylene). 
[01 00] In the preferred embodiments of the invention, 
the matrix polymers of choice in manufacturing nano- 

15 composites are polymers and copolymers of olefins, 
polyesters, polyamides, polyvinylimines. and blends 
thereof containing polyesters. In the particularly pre- 
fenred embodiments of the invention, polymers and 
copolymers of ethylene, polyamides (preferably nylon 6 

20 and nylon 66 and more preferably nylon 6), and blends 
thereof are used. 

[01 01 ] The mixture may indude various optional com- 
ponents which are additives commonly employed with 
polymers. Such optional connponerTls include nucleating 

25 agents, fillers, plastidzers. inrtpact modifiers, chain 
extenders, plasticizers, colorants, mold release li^ri- 
cants, antistatic agents, pigments, fire retardants, and 
the like. These optional components and appropriate 
amounts are well known to those skilled in the art. 

30 [0102] Exfoliation of the intercalated layered material 
should provide delamination of at least about 90% by 
weight of the Intercalated material to provide a compo- 
sition comprising a polyriieric matrix having platelet par- 
ticles substantially homogeneously dispersed therein. 

35 Some intercalates require a shear rate that is greater 
than about 10 sec"^ for such relatively thorough exfolia- 
tion. Other intercalates exfoliate naturally or by heating 
to the melt temperature of the intercalant polymer, or by 
applying pressure. e.g., 0.5 to 60 atmo^heres above 

40 ambient, with or without heating. Ttie upper limit for the 
shear rate is not critical provided that the shear rate is 
not so high as to physically degrade the polymer. In the 
particularly preferred embodiments of the invention, 
when shear is employed for exfoliation, the shear rate is 

45 from greater than about 1 0 sec'^ to about 20,000 sec'^ , 
and in the more preferred en^odiments of the invention 
the shear rate is from about 100 sec'^ to about 10.000 
sec 

[0103] When shear is employed for exfoliation, any 
so method which can be used to apply a shear to a f lowa- 
ble mixture or any polymer melt can be used. The 
shearing action can be provided by any appropriate 
method, as for example by mechanical means, by ther- 
mal shock, by pressure alteration, or by ultrasonics, all 
55 known in the art In particularly useful procedur s, the 
ftowable polymer mixture is sheared by mechanical 
methods in which portions of the melt are caused to flow 
past other portions of the mixture by use of mechanical 
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means, such as stirrers. Banbury® type mixers. 
Brabender® type mixers, long continuous mixers, and 
extruders. Another procedure employs themial shock in 
which shearing is achieved by alternatively raising or 
lowering the temperature of the ntixlure causing thermal 
expansions and resulting in internal stresses which 
cause the shear. In still other procedures, shear is 
achieved by sudden pressure changes in pressure 
aJteration methods; by ultrasonic techniques In which 
cavitation or resonant vibrations which cause portions 
of the mixture to vibrate or to be excited at different 
phases and thus subjected to shear. These methods of 
shearing f lowable polymer mixtures and polymer melts 
are merely representative of useful methods, and any 
method known in the art for shearing flowable polymer 
mixtures and polymer melts may be used. 
[0104] Mechanical shearing methods may be 
employed such as by extrusion, injection molding 
machines, Banbury® type mixers, Brabender® type 
mixers and the like. Shearing also can be achieved by 
introducing the polymer melt at one end of the extruder 
(single or double screw) and receiving the sheared pol- 
ymer at the other end of the extruder. The temperature 
of the polymer melt, the length of the extruder, resi- 
dence time of the melt in the extruder and the design of 
the extruder (single screw, twin screw, number of flights 
per unit length, channel depth, flight clearance, mixing 
zone, etc.) are several variables whdch control the 
amount of shear to be applied. 
[0105] Exfoliation should be sufficiently thorough to 
provide at least about 80% by weight preferably at least 
about 85% by weight, more preferably at least about 
90% by weight, and most preferably at least about 95% 
by weight delamination of the layers to form platelet par- 
ticles substantially homogeneously dispersed In the pol- 
ymer matrix. As formed by this process, the platelet 
particles dispersed in matrix polymers have the thick- 
ness of the Individual layers, or small multiples less than 
about 10. preferably less than about 5 and more preter- 
atily less than at50ut 3 of the layers, and still more pref- 
erably 1 or 2 layers. In the preferred embodiments of 
this invention, intercalation and delamination of every 
interlayer space is complete so that all or substantially 
ail individual layers delaminate one from the other to 
form separate platelet particles. In cases where interca- 
lation Is incomplete between some layers, those layers 
will not delaminate In a polymer melt, and will form 
platelet particles comprising those layers in a coplanar 
aggregate. 

[0106] The effect of adding into a matrix polymer the so 
nanoscale particulate dispersed platelet particles, 
derived from the intercalates formed In accordance with 
the present invention, typically is an increase in tensile 
modulus and ultimate tensile strength or an increase in 
ultimate impact resistance or glass transition tempera- 55 
ture (Tg). 

[0107] Molding compositions comprising a thermo- 
plastic or thermosetting polymer containing a desired 



loading of platelets obtained from exfoliation of the inter- 
calates manufactured according to the invention are 
outstandingly suitable for the production of sheets and 
panels having valuable properties. Such sheets and 
5 panels may be shaped by conventional processes such 
as vacuum processing or by hot pressing to form useful 
objects. The sheets and panels according to the inven- 
tion are also suitable as coating materials for other 
materials comprising, for example, wood, glass. 
70 ceramic, metal or other^ plastics, and outstanding 
strengths can be achieved using conventional adhesion 
promoters, for example, those based on vinyl resins. 
The sheets and panels can also be laminated with other 
plastic fflms and this is preferably effected by co-extru- 
75 sion. the sheets being bonded in the molten state. The 
surfaces of the sheets and panels, including those in the 
embossed form, can be improved or finished by conven- 
tional methods, for example by lacquering or by the 
application of protective films. 
20 [0108] The polymer/iplatelet composite materials are 
especially useful for fabrication of extruded films and 
film laminates, as for exanrtple. films for use in food 
packaging. Such films can be fabricated using conven- 
tional film extrusion techniques. The films are preferably 
25 from about 10 to about 100 microns, more preferably 
from about 20 to about 100 microns and vnosX preferably 
from about 25 to about 75 microns in thickness. 
[01 09] The homogeneously distributed platelet parti- 
cles and matrix polymer that form the nanoconrposites 
30 are formed into a film Ijy suitable film-forming methods. 
Typically, the composition is melted and forced through 
a film forming die. The film of the nanocomposite may 
go through steps to cause the platelets to be further ori- 
ented so the major planes through the platelets are sub- 
35 stantially parallel to the major plane through the film. A 
method to do this is to biaxially stretch the film. For 
example, the film is stretched in the axial or machine 
direction by tension rollers pulling the film as It is 
extruled from the die. The film is simultaneously 
40 Stretched in the transverse direction by clamping the 
edges of the film and drawing them apart. Altematively, 
the film is stretched in the transverse direction by using 
a tubular fQm die and blowing the film up as it passes 
from the tubular film die. The films may exhibit one or 
45 more of the following benefits: increased modulus; 
increased wet strength; increased dimensional stability; 
decreased moisture adsorption; decreased permeabil- 
ity to gases such as oxygen and liquids, such as water, 
alcohols and other solvents. 

[0110] Numerous modifications and alternative 
embodiments of the invention will be apparent to those 
skilled In the art in view of the foregoing desaiption. 
Accordingly, this description is to be construed as illus- 
trative only and is for the purpose of teaching those 
skilled in the art the best mode of can-ying out the inven- 
tion. The details of the structure may be varied substan- 
tially without departing from the spirit of the invention, 
arxi the exclusive use of all modifications which come 
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within the scope of the appended claims is reserved. 
Claims 

1 ■ A composite material comprising a host material in 5 
an amount of about 40% to about 99.95% by weight 
of the composite material, and about 0.0S% to 
about 60% by weight exfoliated platelets of a phyllo- 
silicate material, said platelets derived from an 
intercalate formed by contacting a phyllosilicate >o 
with an intercalant containing composition to form 
an intercalating composition, said composition hav- 
ing a concentration of said intercalant of at least 
about 2% by weight intercalant, to achieve sorption 
of the intercalant between adjacent spaced layers is 
of the phyllosilicate to expand the spacing between 
a predominance of the adjacent phyllosilicate plate- 
lets a distance of at least about 10 A. when meas- 
ured after sorption of the intercalant said 
intercalant selected from the group consisting of (1) so 
an N-alkenyl amide monomer and an allylic mono- 
mer; (2) an oligomer formed by copolymerizing an 
N-alkenyl amide monomer and an allylic monomer; 

(3) a polymer formed by copolymerizing an N-alke- 
nyl amide monomer and an allylic monomer; and 25 

(4) mixtures thereof. 

2. A composite material as claimed in clam 1, 
wherein the concentration of intercalant in said 
intercalating composition is at least about 5% by 30 
weight, based on the dry weight of the phyllosilicate 
contacted. 

3. A composite material as claimed in claim 2. 
wherein the concentration of intercalant in said 35 
intercalating composition is at least about 15% by 
weight. 

4. A composite material as claimed in claim 3, 
wherein the concentration of intercalant in said 40 
intercalating composition is at least about 20% by 
weight. 

5. A composite material as claimed in claim 4, 
wherein the concentration of intercalant in said 45 
intercalating compositon is at least about 30% by 
weight. 

6. A composite material as claimed in claim 5, 
wherein the concentration of intercalant in said so 
intercalating composition in the range of about 50% 

to about 80% by weight. 

7. A composite material as claimed in claim 5. 
wherein the concentration of intercalant in said ss 
intercalating composition in the range of about 50% 

to about 100% by weight. 



8. A composite material as claimed in daim 1. 
wherein the concentration of int rcalant in the inter- 
calating composition is at least about 16% by 
weight, based on the dry weight of the phyllosilicate 
contacted. 

9. A composite material as claimed in claim 8, 
wherein the concentration of intercalant in the inter- 
calating composition is initially in the range of about 
16% to about 70% by weight, based on the dry 
weight of the phyllosilicate contacted. 

10. A composite material as claimed in claim 9, 
wherein the concentration of intercalant in the inter- 
calating composition is initially in the range of about 
16% to less than about 35% by weight, based on 
the dry weight of the phyllosilicate contacted. 

11. A composite material as claimed in claim 9. 
wherein the concentration of intercalant in the inter- 
calating composition is initially in the range of about 
35% to less than about 55% by weight based on 
the dry weight of the phyllosilicate contacted. 

12. A composite material as claimed in claim 9, 
wherein the concentration of the intercalant in the 
intercalating composition is 70% by weight, based 
on the dry weight of the phyllosilicate contacted. 

13. A composite material as claimed in any one of the 
preceding claims, wherein the intercalant is a 
copolymer of an N-alkenyl amide monomer and an 
allylic monomer. 

14. A composite material as claimed in claim 13. 
wherein the intercalant is a mixture of an N-alkenyl 
amide monomer and an allylic monomer. 

15. A composite material as claimed in any one of the 
preceding claims, wherein the intercalant polymer 
has a weight average molecular weight in the range 
of about 225 to about 1 ,000.000. 

16. A composite material as claimed in claim 15. 
wherein the intercalant polymer has a weight aver- 
age molecular weight in the range of about 225 to 
about 10,000. 

17. A composite material as claimed in any one of the 
preceding claims, wherein the host material is a 
matrix polymer selected from the group consteting 
of a polyamide; polyvinyiimine; polyethylene 
terephthalate; polybutylene terephthalate; a poly- 
mer polymerized from a monomer selected from 
the group consisting of dihydroxyethyl terephtha- 
late; hydroxyelhyl terephthalate; dihydroxybutyl 
terephthalate; and mixtures thereof. 
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18. A method of manufacturing a composite material as 
claimed in any one of the preceding claims, con- 
taining about 40% to about 99.95% by weight of a 
matrix thermoplastic or thermosetting polymer, and 
about 0.05% to about 60% by weight of exfoliated 5 
platelets of a phytlosilicate material, said platelets 
derived from an imercalated phyllosilicate having 
an intercalant intercalated between adjacent phyllo- 
silicate platelets comprising: 

70 

contacting the phyllosilicate with an intercalant 
containing composition comprising at least 
about 5% by weight of said intercalant polymer, 
based on the dry weight of the phyllosilicate 
contacted, to form an intercalating composition is 
and to achieve intercalation of said polymer 
between said adjacent phyllosilicate platelets 
in an amount sufficient to space said adjacent 
phyllosilicate platelets a distance of at least 
about 10 A: 20 
combining the intercalated platelets with said 
thermoplastic or thermosetting polymer, and 
heating the thermoplastic or thermosetting pol- 
ymer sufficiently to provide for flow of said ther- 
moplastic or thermosetting polymer and 25 
delamination of the platelets of said phyllosili- 
cate: and 

dispersing of said delaminated platelets 
throughout said matrix polymer, wherein said 
intercalant is selected frpm the group consist- 30 
ing of (1) an N-alkenyl amide monomer and an 
allylic monomer; (2) an oligomer formed by 
copolymerizing an N-alkenyl amide monomer 
and an allylic monomer; (3) a polymer formed 
by copolymerizing an N-alkenyl amide mono- 35 
mer and an allylic monomer; and (4) mixtures 
thereof. 

19. A method as claimed in claim 18, wherein said 
intercalant polymer-containing composition 40 
includes a dissolved polymer carrier comprising 
about 5% to about 95% by weight organic solvent, 
based on the total weight of said composition con- 
tacting said phytlosilicate. 

45 

20. A method as claimed in claim 19, wherein said car- 
rier comprises about 5% to about 95% of an 
aliphatic alcohol. 

21 . A method as claimed in claim 20. wherein said aico- so 
hoi is selected from the group consisting of metha- 
nol, ethanol. and mixtures thereof. 



about 2% by weight of an intercalant in a liquid 
carrier, to achieve intercalation of said interca- 
lant between said adjacent phyllosilicate plate- 
lets in an amount sufficient to space said 
adjacent phyllosilicate platelets a distance of at 
least about 10 A; and 

separating the platelets of the intercalated 
phyllosilicate; wherein the intercalant is 
selected from the group consisting of (1) an N- 
alkenyl amide monomer and an allylic mono- 
mer; (2) an oligomer formed by copolymerizing 
an N-alkenyl amide monomer and an allylic 
monomer; (3) a polymer formed by copolymer- 
izing an N-alkenyl amide monomer and an 
allylic monomer; and (4) mixtures thereof. 

23. A method as claimed in claim 22, wherein said 
intercalarrt-containing conrtposition includes a liquid 
carrier capable of solubilizing the intercalant, in an 
amount of about 5% to about 95% by weight, based 
on the total weight of said intercalating composition. 

24. A method as claimed in claim 23, wherein said car- 
rier comprises about 5% to about 50% by weight 
water, based on the total weight of the intercalant in 
said intercalant-containing intercalating composi- 
tion. 

25. A method as claimed in claim 22, 23 or 24, wherein 
said carrier comprises about 30% to about 40% by 
weight water. 

26. A method as claimed in claim 25, wherein said liq- 
uid canrier comprises about 35% to about 40% by 
weight water. 

27. A composition comprising an intercalate, together 
with an organic solvent, said intercalate formed tjy 
contacting a layered arterial, having a moisture 
content of at least about 4% by weight, with an 
intercalart polymer to form an intercalating compo- 
sition, said intercalate having a weight ratio of poly- 
mer to layered material of at least 1 :20, to achieve 
sorption and complexing of the polymer between 
adjacent spaced layers of the layered silicate mate- 
rial to expand the spacing between a predominance 
of the adjacent platelets of said layered silicate 
material to at least about 10A. when measured 
after sorption of the intercalant polymer and drying 
to a maximum of 5% by weight water; wherein the 
intercalant polymer is a copolymer of an N-alkenyl 
amide and an allylic monomer 



22. A method of exfoliating a phyllosilicate comprising: 

contacting the phyllosilicate, having a moisture 
content of at least about 4% by weight, with an 
intercalating composition comprising at least 
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